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(g) Articles having bioactive surfaces. 



(57) The invention relates to articles having bioactive agents coupled to or repelled by a graft polymer 
which is in turn bonded to a polymeric substrate surface. The articles are useftjl as thromboresistant 
and/or antimicrobial medical devices. 
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The invention relates to articles (hereinafter "blood contact articles") which in use contact blood or blood 
products, and In particular such articles having a potymeric working (contact) surface. 

For over forty years a number of medical devices which contact the blood or blood products of living per- 
sons or animals have been developed, manufactured and used clinically. Examples of such articles include 
5 pacemakers, arterial grafts, heart valves, artif ictd hearts, heart pumps, hip protheses, heart lung machines, 
catheters and kidney dialysis equipment 

A major problem with such articles is that their working (blood contact) surfaces (i.e. surfaces which con- 
tact blood or blood products, including for example serum, plasma and other fluids and solids derived from 
blood) are foreign to blood and blood products and tend to initiate, anrMng other things, red cell destruction 

10 and coagulatton of blood to form clots (thrombogenesis). 

Normal intact endothelium is nonthrombogenic due partly to the synthesis of heparan sulfate. Heparan 
sulfate tends to remain t)Ound to the surface of endothelial cells accelerating the inactivation of thrombin, the 
enzyme responsible for the polymerization of fibrinogen to fibrin in dot formation, by antithrombin ill (ATlll). 
Heparan sulfate is a very powerful anticoagulant in the natural vasculature. Consequently, it has been of great 

IS interest to physicians and the medical industry to devise blood-contacting polymeric surfaces that possess 
characteristics of heparan sulfate, specif ically by coating surfaces with heparin. For example, in US-A-3826678 
(Hoffman et al.) biologically active molecules are chemically bonded to polymers and copolymers which pre- 
viously have been radiation-grafted to inert polymeric substrates such as polyurethane and polyethylene. The 
grafted polymer is preferably a hydrophilic hydrogel (e.g. a hydroxyethylmethacrylate (HEMA) polymer) and 

20 may include heparin bonded to the hydrogel. 

Another major problem with such articles is their susceptibility to post-implant infection. Staph, epidermi- 
dis, which exists on human skin and Staph ♦aureus, sometimes found in hospital environments, are the two most 
frequent pathogens encountered in implant and similar situations. They both have the ability to enter the body 
through the surgical opening and attack the implant site. This problem has been addressed, for example, in 

25 US-A-44421 33 (Greco et al.) in which a PTFE or Oacron graft is soaked in TDMAC (tridodecyl methyl ammo- 
nium chloride) dissolved in ethanol. The TDMAC is absortied to form a coating and then incubated in a solutk>n 
of antibiotic, eg. penicillin or cefoxitin. Also, for example, in US-A-46 12337 (Fox, Jr., et al.) a polymeric material 
such as PTFE is soaked in antibiotic soluttons with an organic solvent then soaked in an organic solvent with 
a metal salt followed by a resoak in the antibiotic/organic solvent solution. 

30 There is therefore a dear need for new and improved thromboresistant and infection resistant articles. 

It has now been found that artides which in use contact blood or blood products have improved properties 
in this regard where they have a working surface comprising a polymeric surface with grafted thereon a se- 
lected vinyl graft copolymer with coupled thereto a bioactive agent. 

Viewed from one aspect the invention thus provides an artide for use in contact with blood or blood prod- 

35 ucts. said artide having at least one exposed surface provided by a polymeric substrate with grafted thereto 
a graft polymer deriving from a hydrophilic vinyl nK}nomer and with coupled to said graft polymer a bioactive 
agent, said graft polymer where non-fonically coupled to a said bioactive agent being a polymer or copolymer 
of a vinyl monomer selected from acrylic acid (AA). acrylamide (AAm). N-(3-amin6propyl)-methacrylamide 
(APMA), 2-acrylamido-2-methylpropanesulfonic acid (AMPS) and salts thereof. 

40 In the artides of the invention the bioactive agent can conveniently be ionically, covalently or physically 

coupled to the graft polymer and can be an antibiotic or antimicrobial, such as silver or gentamycin or other 
conventional infection combatting agents, or an anticoagulant or other bioactive agent combatting thrombo- 
genesis. The polymeric substrate surface of the artide onto which the graft polymer is grafted is convententiy 
a polyurethane such as a polyetherurethane. The advantages provided by such an artide involve features of 

45 both hydrophilic coatl.*jgs and bioactive agents. For example, antimicrobials are able to fight post-implant in- 
fec^ons while hydrophilic coatings such as an AMPS-containing coatings are able to reduce thrombosis and 
provide slippery surfaces. 

In one embodiment of the blood contact article of the invention, the graft polymer includes pendant groups 
having an ionic charge and the bioactive agent is ionically coupled thereto in that it has an ionic change of op- 
50 posite polarity to that of the graft polymer's pendant groups. For example, the graft polymer could be AMPS 
or APMA and the bioactive agent could be gentamycin ortiasic fibroblast growth factor (bFGF). The bioactive 
agent is thereby coupled to and maintained on the artide by ionic attraction. 

In another embodiment of the blood contact article of the invention, the bioactive agent has an ionic charge 
of the same polarity as that of the pendant groups of the graft polymer. With this embodiment, in use the bio- 
55 active agent is therefore repelled and released from the surface of the article into the blood. 

In yet another embodiment of the blood contact article of the invention, an albumin-binding dye such as 
blue dextran may be used as the bioactive agent and can be ionically or covalentiy attached to the graft polymer, 
e.g. an APMA/ AAm copolymer. The surface then attracts albumin from the blood contacting the surface of the 
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article. 

In a yet further embodiment of the Wood contact article of the Invention, the graft polymer may t>e used 
to provide control of hydrophilicity and coupling of the bioactive agent by appropriate selecUon of the monomers 
fbrthe graft polymer from AAfn. AA, AMPS. HEMAand APMAin predetermined relative amounts. For example, 
5 a copolymer of APMA and AAm can be grafted onto a pdyurethane surface and heparin can be coupled to 
the grafted copolymer 

The Invention allows simultaneous solution of a number of problems encountered with Implantable articles. 
The Invention invoh^es features of hydrophaic coatings and bioactive agents, such as antimicrobials, which are 
able to fight post-lmplant Infections as well as thrombosis whQe providing slippery surfaces. Other bioactive 
10 agents are contemplated as welt. 

Thus the invention meets the need for new and improved thromboreslstant/infection-resistant blood con- 
tact articles, eg. by providing such articles with antimicrobial agents which can result in bactericidal activity of 
that polymer, or with anticoagulant agents to impart thromboresistance. 

As indicated above however rt is also sometimes desirable to include bioactive agents other than anfimi- 
15 crobials and anticoagulants in such articles. 

The substrate of a working surface of an article intended for contact with blood or blood product will gen- 
erally be comprised of a biologically inert polymeric material, A hydrophilic graft polymer having a net charge 
due to pendant anionic or cationic groups thereon may be permanently covalenUy bonded to the polymeric 
substrate by graft polymerization. Such graft polymers can be selected to provide thromboresistant slip coat- 
20 ings which lend themselves to ionic coupling (when selected to provide an appropriate charge dissimilar to that 
of the bioactive agent) with various ionic bioactive agents. Ionic coupling of the bioactive agent to the graft 
polymer may be achieved by simply immersing the surface-grafted polymer in a solution of the desired bioac- 
tive agent Other graft polymers can be selected to provide hydrophilic slip coatings which lend themselves to 
covalent coupling (when selected to provide a functional chemical group appropriate for the covalent attach- 
25 ment of the bioactive agent) with bioactive agents. 

The various articles contemplated by this invention may for instance have solid-phase polymeric substrates 
selected from the group of materials shown In Table 1 below. 



JO 



TABLE 1 

Pdyamides 
Polycarbonates 
Polyethers 
Polyesters 
Polyolefins 
Polystyrene 
Pdyurethane 
Polyvinyl chlorides 
Silicones 
Polyethylenes 
Polypropylenes 
Polyisoprenes 
Polytetrafluoroethylenes 

At the present time it is believed that polyurethane provides the preferred polymeric substrate in the context 
of this invention. 

55 The graft polymer to be used conveniently originates with a grafting monomer which is hydrophilic. Such 

monomers create a hydrophilic polymer coating on the substrate surface. A hydrophilic coating minimizes pro- 
tein interactions and also provides slip properties to the surface. The monomer must contain at least one vinyl 
group. The vinyl group is necessary for free radical polymerization to occur. The monomer may be neutral. 
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anionic or cationic. After grafting (and if necessary following chemical modification) the resultant grafted poly* 
mer should have a net positive or net negativa charge. The charge allows the tonic attachment of oppositely 
charged bioacth/e molecules. Neutral monomers may be chemicaily modified after grafting to yield anionic or 
cationic surfaces. For example, grafted acrylamlde may be hydrolyzed to acrylic add thus forming an anionic 
surface. 

Specifically, a number of graft slip coatings have been used according to this invention. The most preferred 
are comprised of monomers grafted onto the substrate surface via eerie ion initiation. Monomers with cationic 
as well as anionic pendant groups have been grafted. An example of the former Is N - (3 • aminopropyl) me- 
thacrylate (APMA) and copolymers thereof while a prime example of the latter is 2- acrylamido -2-methyl pro- 
pane sulfonic add (AMPS). ^ 
7 These charged surfaces lend themselves to the Ionic coupling of charged bloacth^e agents. The Ionic cou- 
plihg of the bioactive agents has the advantage of slowly releasing these agents under appropriate conditions. 
Examples of antimicrobial bioactive agents are gentamycin sulfate and silver ion. Generally, bioactive agents 
selected firom the types shown in Table 2 may be used according to this invention for ionic or covalent coupling. 

TABLE 2 

Antibacterial agents or antimicrobial agents 

Anticoagulants 

Enzymes 

Catalysts 

Hormones 

Growth factors 

Lectins Drugs 

Vitamins 

Antibodies 

Antigens 

Nudeic adds 

Dyes - which act as bidogicai Uganda 
ONA and RNA segments 
Proteins 
Peptides 

Thus viewed from a further aspect the invention provides a process for the provision of an Implantable 
artide with a bioactive surface, said process comprising: 

graft polymerizing on an exposed polymeric surface of said artide a hydrophilic vinyl monomer having 
pendant groups optionally carrying an ionic charge, 

if required chemically modifying the resultant graft polymer surface to provide an ionically charged or 
ionizable surface, and 

coupling to said graft polymer surface a bioactive agent 
In a preferred aspect of the process of the invention, an implantable artide is provided with a bioactive 
surface by: 

contacting an implantable artide having an exposed polymeric surface with an aqueous solution of CelV 
lonand a vinyl monomer whereby to generate a graft polymer surface on said polymeric surface, and attaching 
a bioactive agent to said graft polymer surface. The aqueous monomer solution may contain one or more vinyl 
monomers and the implantable artide may be contacted by different successive solutions whereby to build up 
layered or copolymeric graft polymer surfaces if so desired. 

Thus one embodiment of the method comprises the steps of: 



Resuitados del an^lisis 



Resumen: Se han encontrado archives infectados. 

Elementos analizados:C:-E: 

Tipo de archive: Todos los archives. 

Vacuna: Desactivada. 

Otras opciones: Archives comprimidos analizados. I 
Tiempo de andlisis:1 hora 27 minutes 41 segundes 

Elemento AnalizadeslnfectadesReparados 



Memoria: S( Ne 

Sector de arranque maestro:2 0 
Sectores de arranque: 3 0 
Archives: 103.057 2 



Nombre: C:\WINDOWS\SYSTEM\PIVIHIGJHB.EXE 
Nombre: W95,Hybris.Gen.dr 
Estade: No berrade 



Nombre: E:\Virus\enane perno.exe 

Nombre: W95.Hybris.Gen.dr 
Estade: Borrado 



EP0 596 615 A1 



15 



20 



(a) preparing an aqueous solution of AMPS and Ce IV ton; , ^. , ^ 

(b) Lntacting a polymeric surface of an Implantable artide with said aqueous so!utK>n for a penod of bme 
effective to provide a polymer of AMPS grafted to the surface; and 

(c) attaching a bioactive agent to the grafted surface. . ^ . . 

of a cationic antimicrobial compound such as gentamycin. kanamycin. n«)»ny«n. f ^i'^J'" J 
vancomycin, streptomycin or erythromycin, or of an agent such as basic fibroblast growth factor or a cationic 
dye such as toluldine blue. 

A further embodiment of the method comprises the steps of: 
10 (a) preparing an aqueous solution ofAAm, APMA and Ce IV ion; .^^«f««o 

b contacting a polymeric surface of an implantable artide with said aqueous solution for a penod of time 
effective to provide a polymer of the AAm and APMA grafted to the surface; and 
(c) attaching a bioactive agent to the grafted surface. KJnHJnn 
n this emb^iment also by way of example the attachment of the bioactive agent may be by 'oruc b.nd,ng. 
eg. of an anionic microbial compound such as ampidllin, oxadllin. cefazoUn, ^^^^^^^^^^ 
alothin. cefuroxine. cefoxitin, norfloxacin, perfloxadn or sulfadiazine, or of an anK>nic dye such as Ponceau 
S. 

A yet further embodiment of the method comprises the steps of: 

(a) preparing an aqueous solution of AAm. APMA and Ce IV ion; 

b contacting a polymeric surface of an implantable artide with said aqueous solution for a penod of time 
effective to provide a polymer of AAm and APMA grafted to the surface; and 
(c) attaching a bioactive agent to the grafted surface. » u^„Hj«r. 

n this embodir^ent. by way of e.an,ple attachment of the bioactive agent may be ^^^^^^^^^^^ 
eg. of an albumin-binding dye, such a Cibacron blue. In this event the covalent couplmg of the b.oactn^c agent 

" "^^i^^S^ZZSZ^. such as a periodate. to a carbohydrate, such asdextran. to form aldehyde 
groups on the carbohydrate; 

(b) attaching the oxidized carbohydrate to the grafted surface by reductive ammation: 

(c) treating the attached carbohydrate with an imine linkage stabilizing agent such as sodium. cyanobor- 

30 ohydride; and 

(d) covalently coupling the bioactive agent to the reduced carbohydrate. 

A stai further embodiment of the method of the invention comprises the steps oft ,^»ferablv 

(a) preparing an aqueous solution of (i) a first monomer selected from AAm AA and AMPS P^efe^^bly 
Um). (ii) a second monomer selected from HEMA and APMA (preferably APMA). and (u.) Ce JVion 

(b) contacting a polymeric surface of an implantable article with said aqueous solution for a penod of Ume 
effective to provide a copolymer of said first and second monomers grafted to the surface: and 

(c) covalently attaching heparin to the grafted surface by w™. »w»h«rfB 
U applying an oxidizing agent, eg. nitrous oxide or sodium periodate. to the hepann to form aldehyde 
groups on the heparin; ^ 

(e) attaching the oxidized heparin to the grafted surface by reductive amination: and . . . .^^ 
0 treating the attached heparin with a imine linkage stabilizing agent such as sodium cyanolK)rohydride. 
While oeric ion initiation (CelV) is presently most preferred as the technique to be used to graft """"""^^ 

to substrate surfaces, other grafting techniques are well known and may be used ,n appropna e ^^^^^^^^ 
example corona discharge. UV irradiation and ionizing radiation («>Co. X-rays, high energy electrons, plasma 
S dScS) are known. These grafting techniques are examples of how to form free j3d,«,s on a poller 
substrate working surface. The free radicals formed thereon initiate the grafting of vmyl (CH,-CH-R) type 

"""Te l^nic coupling of bioactive agents is achieved by simply immersing the surface^raf ted Polyrner in a 
solution of the desLd bioactive agent. For example, in the case of antimicrobials, bacieri^^^^^^^^^ 
testing was performed on AMPS/AgNO, and AMPS/gentamyoin sulfate surfaces. Signif .can 
S^ty was ac5.ieved. In the case of the AMPS/gentamycin sulfate surface, full activity was retained even after 

" '"MhlgMSe dSed discussion below mentions Examples in which treatment Is on films as the polymeric 
subs^ate surface, it is not intended that this inventton be so limited. Grafted hydrophihc --^^---l!-^^^^^^ 
pled with bioaoUve agents may be similarly bound to othersubstrate surfaces. i.a. surfaces 0 art^^^^^^^^ 

to contact blood or blood products, of articles of any shape or form including i"**"'^;/;;^^^^^^^^^^ 
of proper shape for use in artificial organs, blood handling equipment or bodily implants of any kind and to any 
encapsulant means therefor. 
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The provision of body contact articles with an ionicaUy charged graft polyoier surface, such as that in the 
blood contact articles of the invention, may also be used to prevent interaction between ionic bioactive agents 
adnninistered to the body by selection of a graft polymer having a surface charge of opposite polarity to that 
of the active ion of the bioactive agent 
5 Thus, viewed from a still further aspect the Invention provides a method 

(a) preparing an aqueous solution of AMPS and Ce IV ion; 

(b) contacting a polymeric surface of an implantable article with said aqueous solution for a period of time 
effective to provide a polymer of AMPS grafted to the surface; and 

(c) attaching a bioactive agent to the grafted surface. 

10 in this way ionic attraction between the administered bioactive agent and the body contact article surface 

is prevented. 

As already indicated, normal intact endothelium is nonthrombogenic due partly to the synthesis of heparan 
sulfate. This heparan sulfate tends to remain bound to the surface of endothelial cells, accelerating the inac- 
tivation of thrombin, the enzyme responsible for the polymerization of fibrinogen to fibrin in clot formation, by 
15 ATIII. Heparan sulfate is a very powerful anticoagulant in the natural vasculature. 

Heparin is a strongly acidic glycosaminoglycan. It has a high content of N- and O- sulfate groups. Heparin 
is structurally similar to heparan sulfate although it is more sulfated. The anticoagulant activity of heparin is 
directly dependent on its molecular size and electric charge, thus increasing the molecular weight and/or the 
amount of sulfonation will increase the anticoagulant activity. Therefore, a highly sulfonated polymer surface 
20 may stimulate the Inactlvation of thrombin by ATIII, simSar to heparin. 

The 2-acrylamido-2-methylpropane sulfonic add (AMPS) coating is aimed at producing a surface that will 
decrease the nonspecific adsorption of various proteins due to its hydrophilicity and provide a highly sulfonated 
surface that will preferentially adsorb ATIII. 

Much of the AMPS work effort relative to this invention went into developing a general AMPS surface mod- 
25 (fication technique for polyurethanes, however, the technique may be used for other material surfaces with 
few modifications. The technique described in detail below is based on the generation of free radicals on a 
polyurethane surface with CelV ion and the graft copolymerization of AMPS monomers directly to that surface. 

The process and articles of the invention will now be described further byway of illustration with reference 
to the following non-limiting Examples and to the accompanying drawings, in which:- 
30 Fig. 1 is a graph showing the amount of toluidine blue dye released from the surfaces of Pellethane 55D 

polyurethane and Pellethane 55D polyurethane grafted with AMPS; 

Fig. 2 is a graph showing a comparison of ATIII activity of uncoated Pellethane 55D polyurethane, heparin- 
coated Pellethane 55 D polyurethane and AMPS-coated Pellethane 55D polyurethane samples (the re- 
sults are expressed as the amount of thrombin inactivated by the sample surfaces/cm^); 
35 Fig. 3 is a graph showing ring of inhibition of Pellethane 55D polyurethane. AMPS-coated Pellethane 55D 

polyurethane and AMPS-coated Pellethane 55D polyurethanes containing adsorbed gentamycin (the bac- 
teria used were S. epidermidis) ; 

Fig. 4 is a graph showing elution rate of gentamycin from AMP S-graf ted Pellethane 550 polyurethane sam- 
ples in deionized (01) water, 0.9% NaCl solution and 10% NaCl solution as measured by ring of inhibition; 

40 Fig. 5 is a graph showing ATIII activity of AMPS-coated Pellethane 55D polyurethane containing genta- 

mycin and AMPS-coated Pellethane 55D polyurethane after 24 hour elutlon of gentamycin; 
Fig. 6 is a graph showing the amount of fibroblast growth factor which binds to polyurethane (PU), and to 
polyurethane grafted with acrylamide (AAm). N-(3-aminopropyl) methacrylamide hydrochloride (APfvlA) 
and acrylamide (AAm) copolymer or 2-acrylamido-2-methyIpropane sulfonic add (AMPS); 

45 Fig. 7 is a graph showing toluidine l>lue dye adsorption for the same substrates as in Figure 6 (i.e. PU, 

AAm. APMA/AAm and AMPS); 

Fig. 8 is a graph showing the binding of Ponceau S dye to the same substrates as in Figure 6 and Figure 
7 (i.e. PU. AAm, APMA/AAm and AMPS); 

Fig, 9a shows a postulated reactive mechanism for CelV ion initiation of free radicals on a polyurethane 
50 surface; 

Fig. 9b shows the graft polymerization of AAm and APMAon a CelV ion activated polyurethane surface; 
Fig. 10 shows the periodate oxidation of dextran; 

Fig. 11 shows the reductive aminatibn (Shrff base reaction) of oxidized dextran and grafted APMA; 
Fig, 12 shows the sodium cyanotx)rohydride stabilization of imine linkage; 
55 Fig. 13 shows covalently coupled Cibacron Blue dye to surface bound dextran; 

Fig, 14 is a graph showing ^^si./^bumin adsorption to Pellethane 55D polyurethane. Blue Dextran bulk der- 
ivatized Pellethane 550 polyurethane (55D/BD) and Blue Dextran surface derivatized Pellethane 55D 
polyurethane (Blue Dextran); 

6 
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Fig. 15 is a graph showing i25|,A!bumfn adsorption to unooated Pellethane 55D pdyurethane. APhWAAm 
surface-coated Pellethane 55D polyurethane. Dextran surface-coated 55D polyurethane and Blue Dex- 
tran surface-coated Pellethane 55D polyurethane; 

Fig. 16 is a graph showing Immunogofd assay of albumin adsorved to APMA/AAm surface-coated Pell- 
■t 5 ethane 55D polyurethane. dextran surface-coated Pellethane 55D polyurethane and Blue Dextran sur- 

^< face-coated Pellethane 55D polyurethane samples from fresh human plasma (the results are expressed 

t as the number of gdd beads/cm^); 

^ Fig. 17 is a graph showing ^2S|.AIbumin adsorption to Blue Dextran surface-coated Pellethane 55D poly- 

I ufBthane samples dried and rehydrated in PBS for 1 hour (the results are expressed as % of original al- 

h 10 bumin adsorption); 

V. Fig. 18 is a graph showing the selective adsorption of albumin in the presence of fibrinogen to Pellethane 

!: 550 polyurethane and Blue Dextran surface-coated Pellethane 55D polyurethane samples {the results 

are expressed as the % of total protein adsorbed to the surface which is albumin); 
Fig, 19 is a graph showing the % of adsorbed albumin removed from Pellethane 55D polyurethane and 

' IS Blue Dextran surface-coated Pellethane 55D polyurethane samples during a 1% SDS wash; 

Fig. 20 is a graph showing the competitive displacement of ^2S|.aibumin adsorbed on Blue Dextran surface- 
coated Pellethane 55D polyurethane and uncoated Pellethane 55D polyurethane samples washed in eith- 

C er PBS or PBS containing Blue Dextran (the results are expressed as % of albumin removed from samples 

during Blue Dextran wash): 

^ 20 Fig. 21 is a graph showing a comparison of ATill activity of uncoated Pellethane 55D polyurethane, CBAS 

(heparin) coated Pellethane 55D polyurethane and Blue Dextran surface-coated Pellethane 550 polyur- 
ethane samples (the results are expressed as the amount of thrombin inactivated by the sample surfac- 
es/cm2); 

Fig. 22 is a graph showing percent decrease in bacterial adherence to Blue Dextran surface-derivatized 
25 Pellethane 55D compared to non-derivatized Pellethane 55D samples without albumin and with pre-al- 

bumin adsorption; 

Fig. 23 is a schematic formula showing various monomers making up a polymer; and 
Fig. 24 is a graph showing the amount of lU Thrombin inactivated on the surface of CBAS coaled Pell- 
ethane 55D polyurethane and heparin coated Pellethane 55D polyurethane. 

30 

EXAMPLE I ' 

Extruded Pellethane 55D polyurethane was used as a polyurethane material. It is available from the Dow 
Chemical Company of Midland, Michigan 48640, USA Films of the 55D polyui-ethane were extracted in acetone 
•■ 35 for 72 hours and ethanol for another 72 hours prior to CelV ion grafting. The solvent extraction process removes 
any processing aids that might interfere with the grafting process. A 50% AMPS monomer solution in Dl water 
was prepared and 20 ml of CelV ion solution per 100 ml of monomer solution was added. The CelV ion solution 
consisted of 2.74 g eerie ammonium nitrate and 3.15 g nitric acid in 50 ml Dl water. The CelV-monomer solution 
was then degassed and released to nitrogen prior to grafting. Pellethane 55D polyurethane samples were 

40 placed into the degassed monomer solutions and stirred. Grafting was allowed to proceed for 2 hours. Grafted 
samples were then removed and thoroughly washed in Dl water. 

The presence of sulfonic acid groups on AMPS grafted material was measured using toluidine blue dye. 
Being positively charged, toluidine blue dye will ionically associate with negatively charged surfaces. Therefore, 
the binding of toluidine blue dye to the AMPS surface indicates the presence of negative charges due to the 

45 sulfonic acid groups in AMPS. AMPS grafted samples were therefore placed into a 1% toluidine blue dye/DI 
water solution for 1 minute and then rinsed in 01 water. The bound dye was then released from the surface 
using a 1% sodium dodecyl sulfate (SDS) in Dl water solution. The amount of dye eluted was determined spec- 
trophotometricaily at 640 nm. The amount of dye released from Pellethane 55D samples and Pellethane 55D 
samples grafted with AMPS is shown in Fig. 1. 

50 As the results indicate Pellethane 55D containing no AMPS adsorbed no toluidine blue dye. This is due 

to the fact that Pellethane 55D contains no negatively charged groups. However, the AMPS coating adsorbed 
a targe amount of toluidine blue dye indicating the presence of sulfonic acid groups on the surface. Because 
the AMPS surface contained a large amount of sulfonation, its ability to bind ATlll was investigated next. 

55 EXAMPLE 2 

Since clotting may be retarded on AMPS surface coated materials by the activation of ATlll by the sulfonic 
acid groups present on the modified polymer substrate surface, the surface-mediated activation of ATlll by 

7 
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™ThLt.„,,s„.9l..n»F««.2.A.».»~l.-»»»»».t».AMI-S»rt^ 

usually associated with heparin coated materials. 
AMPS/GENTAMYCIN INFECTION-RESISTANT COATING 

s most frequently available as a sulfated salt. Since AMPS contains a sulfbnic aad functonalrty. 't '^a^j"""^ 

L^tS^n rMPS-coated po.yn.er Into a gentamycin sulfate -^"'^'^ 

tamycin to the surface. Furthermore. In vitro, the adsorbed gentamycin eluted from the ^"rf^- 

rhTAMPSsurfaceabactericldalactivity.Asaresult.theproperadditionof 

resulted in an infection-resistant as well as nonthrombogenic coating. 

EXAMPLES 

The procedure forloading the AMPS surfaces withgentamydnwas as follows. An AMPS surface was^^^^ 
ated on aToSersubstrate L described above. The AMPS-coatedpolyme..wer^^^^^^^^^ 
eous (normally 5% w/w) solution of gentamycin sulfate; this immersion may be fbr as IMe as 3 ™""'«^'iP^" 
Setonoftf'e immersion, the samples were removed, rinsed for 10-15 seconds m 01 water, allowed to a.r 

S^mjrle analyzed for anUbacterial activity using the "ring of inhiW^^^^^ 
is we^UnownTn^he literature as an inj^M test of the antibacterial efficacy of a drug or <l^!'9-'°-^;.<^^^=2rd 
K is set "rand run as follows. A bh^ar plate is cultured with the test bacteria^ organism and .ncub^ed 
oJerntt one or two colonies from this plate are then swabbed and sUrred '"t^^ns-bufferad sahnelTBS) 
3^ntoastandardturbidlty(1.5x10^/mlusingMacfarlandstandards).Thisbac^ena,s^^^^^^^^^^^ 
on a Mueller-Hinton agar plate. The samples to be tested are then pressed onto or imbedded into the agar 
aong wi h one positive and one negative control. The posMve contn,. ««f .•^^^T^.^^'^a'^^^^^^^ 

well defined antibacterial properties; the negative control should be a sample "° ^-^^ 

^mplesWndin^ 

riTSrned upside down and incubated at 37=C overnight.- The following day the plate may be amoved from 
n^^aXn and the ring of bacteria, inhibition amund each sample measured The -^-ons of backer-, g«,^^ 
lid inhibition a« obvious visually. The normal cloudy appearance of bactena on agar .s totally ^bsent m the 
:^.as oMnhibited growth. The ring of inhibition is simply measured with a ruler (.the """9 's °bl;n9. a^^^^^^^ 
proximate average radius of inhibition is taken). The ring of inhibrtton analysis .s a good measure of the relative 
efficacy of various drug-loaded materials. -^u ak^dq /^at<»ri 

S.Lidermidis was the test organism of all ring of inhibition tesHng done in connection with AM PS-coated 

Dolvmers as described herein. . «,u«w 

The graph of Fig. 3 demonstrates the bactericidal properties of AMPS coatings containing adsorbed gen- 
tamycin. Figure 3 shows the comparatK^e efficacy vs. S. epidermidis of Pellethane 55D polyurethane. 55D 
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polyurethane with AMPS grafted coating, and AMPS coated Pellethane 55D polyurethane with adsorbed gen- 
tamycin. 

As the results indicate in Figure 3. there were no bactericidal properties associated with the plain Pell- 
ethane 55D polyurethane or the AMPS grafted Pellethane 55D polyurethane, however, the AMPS grafted Pell- 
ethane 55D polyurethane containing adsorbed gentamycin demonstrated a significant bactericidal activity. The 
ability of the gentamycin to elute from the AMPS grafted surfaces under different ionic conditions was inves- 
tigated next. 

Figure 4 shows the results of an etuUon test done to determine how ionic strength affects the rate of elution 
of gentamycin from the AMPS coating. Note that the greater the ionic strength of the storage solution, the faster 
the ring of inhibition decreases, and therefore, the faster the rate of gentamycin elution from the surface. This 
not only indicates that ionic bonding of drug to coaling has occurred, but that at a physiological tonic strength 
(0.9% concentration), the rate of desorption is conducive to a long-term, slow release of drug. These kinetics 
are remarkably similar to those of diffusion of drug from a bulk-loaded matrix, indicating that therapeutic 
amounts of drug will release over a relatively long period of time. 

EXAMPLE 4 

The following Example was prepared to determine if the adsorption of gentamycin would decreasethe ATIII 
activity of an AMPS coated surface. It consists of loading AMPS grafted surfaces with gentamycin via immer- 
sion In an aqueous (normally 5% w/w) solution of gentamycin sulfate for 5 minutes. Upon completion of the 
immersion in gentamycin. the samples were removed, rinsed for 10-15 seconds in Dl water and either dned 
or placed Into a 10% NaCI solution for 24 hours. Samples were than analyzed for ATIII activity. 

Samples were first rinsed in phosphate-buffered saline (PBS) for 15 minutes prior to ATIII exposure. Fol- 
lowing rinsing, the samples were exposed for 15 minutes to an excessof purified ATIII (50 lU/ml). Non adsorbed 
ATIII was removed by rapid rinsing in trls-buffered saline, pH 7.4 at 25«C (100 mM NaCI and 50 mM tns). The 
amount of surface bound and activated ATIII was then estimated by incubating the samples with an excess of 
thrombin. After a 10 minute incubation with constant mixing at 25°C. the residual thrombin was measured by 
reaction with a chromogenic substrate (H-O-phenylalanyl-L-pipecoiyt-L-arginine-p-nitroanilide dichlonde) m a 
spectrophotomer. The change in absorbance at 405 nm was then measured. The results are given in Figure 
30 5. As the results demonstrate, the AMPS surface which contains adsorbed gentamycin retains a large percen- 
tage (74%) of its original ATIII activity. The ATIII activity which the AMPS surface loses due to the adsorbed 
gentamycin returns upon the elution of the gentamycin. It is concluded, therefore, that the AMPS coating pos. 
sesses most of its antithrombogenic properties while loaded with gentamycin and regains all of its antithronv 
bogenic properties upon the elution of gentamycin. Therefore, such a coating is nonthrombogenic and bacterial 

35 resistant. • l, 

The idea behind the AMPS coating is to create a heparin-like surface to prevent thrombogenicity with the 
added benefit of providing slip properties to implantable devices. The data discussed above demonstrate that 
the coating does indeed create a heparin-like surface by virtue of this selective adsorption of ATIII. In addition 
to these antithrombogenic properties, it was discovered that the anionic AMPS coating has the ability to ion- 

40 ically bind and slowly release cationic antimicrobials thus imparting long-term bioactive properUes to the sur- 
face as well. It was found that this addition of btoactive agents did not adversely affect the ability of the AMPS^ 
surface to selectively adsorb ATIII. 

These results indicate that the AMPS coating is an effective nonthrombogenic as well as infection-resistant 
surface modifier significantly increasing the biocompatibility of implantable polymeric medical devices. 

45 Other examples of cationic antimicrobials (attracted to (-) charged surfaces] are shown in Table 3 below. 
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TABLE 3 

Gentamycin 

Kanamydn 

Neomycin 

saver ion 

Chlorhexidine 

Vancomycin 

Streptomycin 

Eryttiromycin 

Specific examples of anionic antimicmbials (attracted to M charged surfaces) are shown in Table 4 beiow. 

TABLE 4 
Ampiciliin 
Oxacillin 
Cefazolin 
Bacitracin 
Cephalosporin 
Cephalothin 
Cefuroxine 
Cefoxitin 
Norfloxacin 
Perfloxacin 
Sulfadiazine 

BASIC FIBROBLAST GROWTH FACTOR BINDING TO lONICALLY CHARGED SURFACES (GRAFT 
POLYMER) 

Basic fibroblast growth factor (bFGF) has been isolated from many tissue sources ^"<;^;f ^^^^^^^^^^^^ 
protein with an approximate molecular weight of 18,000. It is a cationic protein with an .soelectnc po.nt of 9. 
The binding of bFGF with ionically charged surfaces is demonstrated below neutrally 

Polyurethane samples used herein possessed either negatively charged, pos.t^ety ^^/^^^^^^ 
charged hydrophilic graft polymer surfaces. The modified polyurethane surfaces were prepared vta a cenc «on 
grafting, Noncoated polyurethane samples (PU) were also used. 

EXAMPLES 

Neutrally Charged Samples (AAm) 

Neutrally charged polyurethane samples (1 cm^) were prepared by placing the samples into the following 
degassed grafting solution for 45 minutes at ambient temperature. 
50 g acrylamide (AAm) 
1,1g eerie ammonium nitrate 

10 
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1.3 g nitric add 
70 ml deionized (Dl) water 
Following grafting, the samples were rinsed thoroughly in Dl water. 

5 BCAMPLE 6 

Positively Charged Samples (APMA) (AAm) 

Positively charged polyurethane samples (1 cm^) were prepared by placing the samples Into the following 
10 degassed grafting solution for 45 minutes at ambient temperature. 
40 g acrylamide (AAm) 

10 g N-(3-aminopropyl)methacrylamide hydrochloride (APMA) 
1.1 g eerie ammonium nitrate 
1.3 g nitric acid 
15 70 ml Dl water 

Following grafting, the samples were rinsed thoroughly in Dl water. 

EXAMPLE 7 

20 Negatively Charged Samples (AMPS) 

Negatively charged polyurethane samples (1 cm^) were prepared via placing the samples into the following 
degassed grafting solution for 2 hours at ambient temperature. 
50 g 2-acryiamido-2-methylpropane sulfonic acid (AMPS) 
25 1.1 g eerie ammonium nitrate 

1.3 g nitric acid 
70 ml Dl water 

Following grafting, the samples were rinsed thoroughly in Dl water. 
30 RESULTS - EXAMPLE 5 - 7 

The grafted samples (1 cm2) were then placed into 24 well polystyrene tissue culture plates and secured 
in place with silicone rubber rings. The samples were stored tiydrated in water at ambient temperature until 
assayed. 

35 Diluted bFGF in phosphate buffered saline (PBS) with 1 mg/mL bovine serum albumin (BSA). Incubated 

samples overnight at 25**C. Three concentrations of bFGF were studied: 0.5 ng/mU 5 ng/mL and 50 ng/mL. 
0,1 mg i25|- labeled bFGF were added to each well. 0.5 mL total volume per well. The samples were washed 
with PBS. The samples were counted in a Beekman gamma counter. 



TABLE 5 



RESULTS: 


Treatment : 


CPM 


PU (control) 


8971 


#5 AAm 


6721 


#6 APMA 


4113 


#7 AMPS 


29931 



As can be seen from the data in Table 5 and Figure 6. the amount of fibroblast growth factor which binds to 
the various surfaces is demonstrated. As the results indicate the negatively charged samples (AMPS) adsor- 
bed considerably more bFGF than did the other samples. 

On the other hand, if one wanted to achieve the opposite result i.e., repulsion as opposed to attraction; 
one would select a graft polymer/bioagent having similar charges (+.+) or (-.-). This might be done in those 
instances where one wishes to minimize any interaction therebetween. For example, one may wish to minimize 

11 
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peptide interaction with respect to an implanted surface. To accomplish this one may graft hydrophylic poly- 
mers on the implanted surface that contains sirnOar charges to the peptide of interest thus enhancing the lack 
of interaction through charge repulsion. As an example, consider Figure 6« in which one could select an 
APMA/AAm coating to repulse bFGR Consider Figure 7 In which one could select an APMA/AAm coating to 
repulse toluidine blue. Lastly consider Figure 6 in which one could select an AMPS coating to repulse Ponceau 
S. 

IONIC BINDING OF DYES TO CHARGED SURFACES (GRAFT POLYMER) 

The ability of a cationic and an anionic dye to bind to charged surfaces was also investigated. This is of 
interest because of the concept of utOiztng various dyes as biological Itgands. The cationic dye used In this 
study was Toluidine Blue dye and the anionic dye used was Ponceau S dye. 

Polyurethane substrate samples used herein possessed either negatively charged, posifwely charged or 
neutrally charged hydrophilic surfaces. The polyurethane surfaces were prepared via a eerie ion grafting. Un- 
coated polyurethane samples (PU) were also used. 

EXAMPLE 8 

Neutrally Charged Samples (AAm) 

Neutrally charged polyurethane samples (1 cm^) were prepared via pladng the samples into the following 
degassed grafting solution for 45 minutes at ambient temperature. 

50 g acrylamide (AAm) 

1.1 g eerie ammonium nitrate 

1 .3 g nitric acid 

70 ml deionized 01 water 
Following grafting, the samples were rinsed thoroughly in Dl water. 

EXAMPLE 9 

Positively Charged Samples (APMA/AAm) 

Positively charged polyurethane samples (1 cm ^) were prepared via placing the samples into the followng 
degassed grafting solution for 45 minutes at ambient temperature. 
40 g acrylamide (AAm) 

10 g N-(3-amtnopropyl)methacrylamide hydrochloride (APMA) 
1.1 g ceric ammonium nitrate 
1.3 g nitric acid 
70 mi Dl water 

Following grafting, the samples were rinsed thoroughly in Dl water. 
EXAMPLE 10 

Negatively Charged Samples (AMPS) 

Negatively charged polyurethane samples (1 cm^) were prepared via placing the samples into the following 
degassed grafting solution for 2 hours at ambient temperature. 
50 g 2-acrylamido-2-methylpropane sulfonic acid (AMPS) 
1,1 g eerie anrvnonium nitrate 
1.3 g nitric acid 
70 ml 01 water 

Following grafting, the samples were rinsed thoroughly in Dl water. 
RESULTS - EXAMPLES 8 - 10 

Grafted samples of Examples 8 - 10 (1 cm^) were placed into either a 1% Toluidine Blue dye in 01 water 
solution (12a- 14a) or a 1% Ponceau S dye in Dl water solution (12b- 14b) for 1 minute. Following dyeing the 
samples were rinsed thoroughly in 500 ml 01 water. Dyed samples were agitated in a 1 % sodium dodecyt sulfate 
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(SDS) in Dl water solution for 24 hours. 

The absorbance of each SDS sample solution containing eiuted dye was then measured on a Beckman 
DU 64 spectrophotometer at a wavelength of 640 nm for Toluidine Blue dye and 520 nm for Ponceau S dye. 
The amount of dye adsorbed to each sample is then calculated by comparing the sanrv)le absorbance to 
5 an absorbance standard curve generated using known amounts of dye. The results for Toluidine blue dye ad- 
sort>ance are shown in Table 6, as well as Figure 7. 



TABLES 



Toluidine Blue Dye Adsorbance 


Treatment: 


mg Toluidine Blue Adsorbed/cm^ 


PU (Control) 


2.17 


USa AAm 


1.52 


#9a APMA/AAm 


1.58 


#10a AMPS 


96.07 



Similar results are shown in Table 7 and Figure 8 for Ponceau S dye adsorbance. 



TABLET 



Ponceau S dye Adsorbance 


Treatment 


mg Ponceau S Absorded/cm^ 


PU (Control) 


1.90 


#8bAAm 


2.24 


#9b APMA/AAm 


29.62 


#1 Ob AMPS 


0.24' 



As the results indicate, the negatively charged samples (AMPS) adsorbed considerably more of the ca- 
tionic dye (Toluidine Blue) than did the other samples. Whereas, the positively charged samples (APMA/AAm) 
adsorbed considerably more of the anionic dye (Ponceau S) than did the other samples. 



COVALENT BINDING OF BIOACTIVE AGENTS 

The concept of covalentiy binding bioactive agents such as dyes onto Implantable materials, such as poly- 
urethane. having grafted slip coatings is another aspect of this Invention. Materials which have surfaces that 
preferentially bind albumin will be less thrombogenic. less pro-inflammatory and less liable to harbor adherent 
pathogenic bacteria. 

the present invention describes herein techniques for covalentiy attaching Blue Dextran, dextran or Ciba- 
cron Blue dye to a grafted polymer surface. The binding of these agents is based on the generation of free 
radicals on a base material surface and the copolymerization of vinyl monomers directly to that surface followed 
by covalent attachment of bioactive agents i.e.. Blue Dextran, dextran orCibacron Blue dye. A number of tech- 
niques have been reported in the area of graft copolymerization on materials. Graft copolymerization provides 
a method of controliing the composition of the grafted polymer by varying monomers and varying their con- 
centrations, it is possible to create grafted surfaces that possess the following properties. 

1. Hydrophilidty. 

2. No non- specific interactions with proteins in general. 

3. A sufficient number of active groups that are amenable to the chemical functional ization and modification 
required in covalentiy attaching bioactive agents e.g.. Blue Dextran, dextran or Cibacron Blue dye. 

4. Mechanical, chernical and enzymatic stability. 

Grafting can be engineered stoichiometrically to produce surfaces containing the desired amount of hy- 
drophllicity and the desired amount of functional groups used for coupling the bioactr/e agents. Hydrophilic 
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spacer monomens (neuW. anionic and cafonic) can be selected to produce appropnately <=^?;9ed Mrop^c 
spacers. Coupling monomefS can be selected based on pendant functional groups, i.e.. - OH. -NHj -CHO -NCO. 
needed or wanted for immobilizing a bioactive agent e.g.. Blue Dextran. Dextran or C'baaon Blue dye 

Graft copolymerizations onto poly(ether urethane) with CelV ion has been the -"echanem JJ« 
monlers M are acrylamide (AAm) and N-(3-amlnopropyl) n»thacrylan«de MrocWonde (APW^ 
JS^e monomers were C^sen based partly on their reactivity and water solubiMy -^'^^^l^ 
monomer is used as the hydraphillc spacer monomer. The APMA monomer « used as he coufrt.r« monomer 
AAm has been used extensively as an affinity chromatographic matrix. AAm « a neutral hydrophilwrnorK*^^ 
therefbiB. polymers of AAm have shown little protein association. APMAis an am«K> containing monomer, thus 
allowina the attachment of Blue Oextran. dextran or Cibacron Blue dye. 

C?ac«n fflue dye can be reacted directly to the amino functional gn>up on the APMA monomer through 
its reactive chlorineon its triazlne ring. DextranandBlueDextran can becovalently attached lotheam^^^^^^^^^ 

on the APMA through a stabilized Schiff base reaction. The dextran or Blue Dextran is first oxd^^ us,ng s^ 
dium periodate. The oxidation forms reactive aldehyde groups which react with the pnmary amines on APMA 
forming imines. The imines are stabilized using sodium cyanoborohydnde. 

Cibacron Blue dye can be reacted to the covalently attached dextran forming Blue Oextran on he ^rface 
of the material. This gives the ability of attaching as much dye as desired on to the surface. Also, the dextran 
that is attached can be varied in molecular weight as desired. 

BLUE DEXTRAN SURFACE COATING TECHNIQUE 

The Blue Dextran surface-derivatization technique begins with the graft copolymerization of AAm and 
APMAmonomers onto a clean polyurethane surface with CelV ion. The CelV ion creates a freeradical on the 
polyurethane surface which initiates the graft copolymerization of the acrylamides (Figures 9f and b). The 
APMA monomer contains a primary amino group that is then used for coupling Dextran wh.ch « a*^ Jyed 
with Cibacron Blue dye. The attachment of Dextran consists of first oxidizing the carbohydrate «'th «od.um 
periodate thus forming aldehyde groups (Figure 10). These aldehyde groups are then ^^^^'^""y 
"he primary amino group on the grafted APMA monomer through reductive aminaUon (Sch'ff base reacton) 
(Figure 11). Sodium cyanoborohydride (NaCNBH,) is used to stabilize the im.ne linkage (Figure 12). Finally. 
Cibacron Blue dye is then covalentiy coupled to the surface-bound dextran (Figure 13). 

The amount of surface amination (the graft copolymerization of APMA and AAm) that takes place on the 
polyurethane surface can be effected via monomer concentrations, catalyst concentration, and grafting brne^ 
Therefore a study was performed to determine the optimum grafting conditions for achieving a highly aminated 
polyurethane surface. The amount of surface amination achieved is measured via staining the surface with 
Ponceau 3 dye. a negatively charged dye molecule. The dye ionically associates with primary a|"'n«s on the 
aminated surface. After staining, the dye is released from the surface using SDS and quantified spectropho- 
tDmetrically at 520 nm. 

EXAMPLE 11 

APMA/AAm Grafting Procedure 

Exb-uded Pellethane 55D films were extracted in acetone and ethanol prior to CelV ion grafting. The sol- 
vent extraction process removes any processing aides that could interfere with the graf tin_g process. Monomer 
solutions in Dl water were prepared and various amounts of CelV ion solution were added, i he CelV ion solution 
consisted of 2.74 g. eerie ammonium nitrate and 3.15 g. nitric acid in 50 ml Dl water. The CelV - monorner sol- 
utions were degassed and released to nitrogen prior to grafting. Pellethane samples were placed into the de- 
gassed monomer solutions and stirred. Grafting was allowed to proceed for various amounts of time. Samples 
were then removed and thoroughly washed in Dl water. 

The amount of surface amination that took place upon graft copolymerization of the samples was meas- 
ured using Ponceau S dye. Grafted samples were placed into a 1% Ponceau Sdye/DI water solution for min- 
ute and then rinsed in Dl water. The bound dye was then released from the surface using a 1% SDS solution. 
The amount of dye eluted was determined spectrophotometrically at 520 nm. 

Table 8 describes the various grafting conditions employed and the anrraunt of surface amination achieved 
as determined by the Ponceau S staining technique. Based on these results samples were grafted using a 
total monomer concentration of 50%. a reaction time of 30 minutes, a catalyst concentration of 20% and an 
AMPA/AAm monomer ratio of 0.1 0. (1 0/90%). 

U 
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EXAMPLE 12 

Dextran Attachment to Aminated Polyurethane Surfaces 

5 Dextran was first oxidized by placing 1.0 g in 18 g Dl water containing 1.0 mg Nal04. The mixture was 

Incubated In the dark for 2 hours. The oxidized mixture was then dialyzed against 01 water for 24 hours to re- 
move any excess periodate. APMA/AAm grafted Pellethane 550 samples were then placed into the oxidized 
dextran solution for one hour at ambient temperature followed by the addition of NaCNBHa (3 mg/ml). The re- 
sultant mbcture was allowed to react for 2 hours at ambient temperature. The samples were then removed and 

10 rinsed thoroughly in 01 water. 

EXAMPLE 13 

Samples containing covalently coupled dextran were then dyed with Clbacron Blue dye, 
15 Samples were placed into a dye solution consisting of 1 .0 g Clbacron Blue dye. 4.0 g NaQ, 12.0 g NaHCOj 

in 200 mt 01 water overnight. Blue Oextran samples were then thoroughly rinsed in 01 water. 

SEM Analysis of Blue Dextran Surface-Coated Material 

20 (Example 13) 

Scanning electron microscopy was performed on surfaces of Blue Dextran surface-coated Pellethane 
55D. The surfaces were investigated at a magnification of 6000X SEM photographs of the surface indicate 
the Blue Dextran/ APMA/AAm coating appears to be approximately 2 microns thick and uniformly distributed 
on the surface. 
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Table 8 . Surface iUaination of Pelletbane S5D Films* 

Monomer Rxn Time Catalvsl: % APMA/AAM Ponceau S 

Abs, 

50 30 20 0*10 0.911 

50 30 10 0.10 0.770 

50 30 40 0.10 0.655 

50 30 5 0.10 0.547 

2« 50 30 60 0.10 0.516 

50 30 3 0.10 0.084 

50 30 1 0.10 0.004 

50 15 20 0.10 0.590 

50 15' 60 0.10 0.395 

50 15 10 0.10 0.368 

50 15 5 0,10 0-331 

50 15 40 0.10 0.300 

50 15 3 0.10 0.075 

50 15 1 0,10 0,006 

50 5 20 0,10 ^ 0.150 

50 5 60 0.10 0.144 

55 
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Monomer Rxn Time Catalyst % APMA/AAM Ponceau S 

Abs . 



50 



40 



0.10 



0.137 



10 



50 



50 



10 



0-10 



0.10 



0-109 



0.041 



IS 



50 



0,10 



0.010 



50 



0.10 



0.006 



20 40 



15 



0.05 



0.367 



40 



15 



0.05 



0.363 



25 



30 



40 



30 



30 



15 



15 



15 



0.05 
0.05 
0.05 



0.017 



0.310 



0.232 



35 



30 



15 



0.05 



0,030 



20 



15 



0.05 



0.328 



40 



20 



15 



0-05 



0.217 



45 



20 



20 



15 



0.01 



.0.05 



0.091 



0.060 



50 



20 5 1 0.05 0.041 



ESCA Analysis of Blue Dextran Surface-Coated Material 

ESCA was done on uncoated Pellethane 550 samples (control). APMA/AAm surface-coated Pellethane 
55 55D samples. Dextran surface-coated Pellethane 550 samples and Blue Dextran surface-coated Pellethane 
55D samples (Table 9). As the results indicate, Blue Dextran is present on the Blue Dextran surface-coated 
materiaFs surface. This is demonstrated by the decrease in carbon, an increase in oxygen and an increase in 
sulfur. 
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TABLE 9 



ESCA analysis of Blue Dextran surface-coated 550 (Blue Dextran), Oextran 
surface-coated 550 (Oextran), APMA/AAm surface-coated 550 (APMA/AAm) 
5 and uncoated Pellethane 550 (550). Theoretical percentages are also given for 

Blue Dextran (1 dyeMO sugars). 
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SAMPLE 


%CARBON 


%OXYGEN 


%NITROGEN 


%SULFUR 


550 (control) 


78.50 


15.90 


3.90 


0.00 


#11 APMA/AAm 


67.84 


19.70 


12,48 


0.00 


#12 Dextran 


66.16 


20.21 


13.63 


0.00 


#13 Blue Dextran 


62.36 


20.76 


12.91 


1.43 


BOtheomScal 


52.80 


40.99 


4.35 


1.86 



Tensile Properties of Blue Dextran Surface-Coated Material 

Tensile properties of Blue Dextran surface-coated Pellethane 55D films, dextran surface-derivatized Pell- 
ethane 55D films, APMA/AAm surface-derivatized Pellethane 55D films and Pellethane 55D films were meas- 
ured using an Instron mechanical testing apparatus. As shown in Table 10, the graft copolymerization step and 
further derivatization steps of the Blue Oextran surface derivatization technique do not substantially alter the 
physical properties of the polyurethane. 



TABLB 10 



30 
35 


Tensile Properties of Blue Dextran surface-coated 
Pelletbane 55D^ Dextran surface-coated Pellethane BSD, 
APMA/AAm surface-coated Pellethane 55D and uncoated 
Pellethane 55D films. 




SAMPLE 


UTS* MPa (psi) 


% ELONGATION 


40 


55D 


52.2 + 9.9 (7570 
± 1440) 


361 ± 35 




#11 APMA/AAm 


54-8 ± 5.1 
(7950 ± 736) 


444 ± 37 


i 

45 


#12 Dextran 


48.5 ± 4.4 
(7031 ± 634) 


438 ± 38 


50 


#13 Blue Dextran 


46.9 ± 6.0 
(6806 ± 875) 


390 ± 40 



* Ultimate Tensile Strength 
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EXAMPLE 14 

The Adsorption of Albumin on Surface-Coated Materia! 

5 The extent of binding of radiolabeled albumin to Blue Dextran surface-coated samples. Blue Oextran bulk- 

loaded samples (55D/BD) and Pellelhane 55D samples (control) were studied. The sampies were rinsed In 
phosphate buffered saline (PBS) for 15 minutes each prior to incubation in <26|-a!bumin (0.08 mg/ml) for 15 
minutes. The samples were then removed and washed again in PBS and counted in a scintillation counter. The 
results (Figure 14) indicate that the Blue Dextran surfape-coated samples adsorbed more albumin than the 

10 control 55D samples and more than the bulk incorporated 55D/BO samples. 

EXAMPLE 15 

The Adsorption of Albumin on the Surface-Coated Blue Dextran 

is 

The extent of binding of radiolabeled albumin to Blue Dextran surface-coated sampies. Dextran surface- 
coated samples. APMA/AAm surface-coated samples, and uncoated 550 samples was studied. This study was 
performed to determine if the binding of albumin was due to the presence of Cibacron Blue dye in the Blue 
Dextran coating or instead to the underlying dextran or APMA/AAm coatings. Samples were rinsed in PBS for 
20 ISminuteseach prior to incubation in i2S|.albumin (0.08 mg/m!) for 15 minutes. The samples were then removed 
and washed again in PBS and counted in a scintiilation counter. The results (Rgure 15) indicate that the Blue 
Dextran surface-coated samples adsorbed considerably more albumin than the other samples. This increase 
in albumin adsorption is therefore due to the presence of the Cibacron Blue dye in the Blue Dextran coating. 

25 EXAMPLE 16 

Immunogoid Assay of Albumin Adsorbed to Surface-Coated Material 

Another study was performed to determine if the binding of albumin was again due to the presence of 

30 Cibacfon Blue dye in the Blue Dextran coaUng or instead to the underlying dextran or APMA/AAm coatings. 
In this study, samples were rinsed in PBS for 15 minutes each prior to incubation in fresh human plasma for 
45 minutes at 3r'»C. Samples were t hen rinsed in PBS for 5 minutes. Following rinsing, the samples were placed 
into a 1.0% glutaraldehyde solution for 7 minutes and then rinsed in PBS for 10 minutes. Samples were then 
placed into 1 ml of 50 mM glycine solution for 7 minutes. The samples were then rinsed again in PBS for 10 

35 minutes. Following rinsing, the samples were incubated in 1 ml of 15% milk solution containing 10 jxg of Protein 
A solution for 1 hour at 37^C. Samples were then rinsed in PBS for 10 minutes. Following rinsing, the samples 
were placed in 0.5 ml of rabbit antihuman albumin and incubated for 1 hour at 37**C. Samples were then rinsed 
in PBS for 10 minutes. Following rinsing, the samples were incubated overnight in 1 ml of 2.5% glutaraldehyde 
solution at 4*C. After incubation In the glutaraldehyde solution the samples were rinsed in PBS for 1 0 minutes. 

40 Samples were then placed in 1 ml of 50 mM glycine solution for 25 minutes followed by a 1 hour incubation in 
0.5 ml of gold labeled protein A solution at 37*»C, Samples were then rinsed In PBS for 10 minutes and Dl water 
for 10 minutes. Silver enhancement solution (0.5 ml) was then added to the samples for 15 minutes. Samples 
were removed and their surfaces were photographed with a scanning electron microscope. The number of 
beads on the SEM photos of the surfaces of APMA/AAm surface-derivatized 55D. dextran surface-derivatized 

45 55D and the Blue Dextran surface-derivatized 55D were counted and tabulated in Figure 16. 

As the results indicate there is not a significant difference between dextran and APMA/AAm surfaces; how- 
ever, there is significantly more albumin on Blue Dextran surfaces. 
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EXAMPLE 17 

Drying and Rehydration Effects on Albumin Binding 



There were some concerns that, if the Blue Dextran Surface dried out. it might lose some of its albumin 
binding activity since the surface is extremely hydrophilic. Therefore, dehydration/rehydration studies were run. 
55 Blue Dextran surface-coated Pellethane 55D samples were dried out In an oven at 50°C and then tested for 
albumin adsorption. Some of the dried samples were rehydrated in PBS for one hour and then tested for al- 
bumin adsorption. Albumin adsorption tests consisted of incubation of samples in '^sj.aibumin (0.08 mb/m.) for 
15 minutes followed by rinsing in PBS and counting in a scintillation counter. As the results in Figure 1 7 indicate 
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drying out of the surface decreases its albumin activity, however, rehydration of dried samples appears to re- 
vive them, 

EXAMPLE 18 

5 

The Selective Binding of Albumin by Surface-Coated Material 

The selective binding of albumin to grafted Blue Dexlran surfaces in the presence of fibrinogen was de- 
termined next using 50/50 mixtures of albumin/^2S|,fibrinogen and i25|.albumin/f ibrinogen. Rbrinogen was pres- 
to ent to determine the nonspecific binding of proteins to the surface and because surfaces which avidly adsorb 
fibrinogen may be highly thrombogenic. Therefore, samples were exposed to an albumin/^2S|.f ibrinogen or ^^\' 
albumin/fibrinogen mixture for 15 minutes and then rinsed with PBS. After the PBS rinsing, the samples were 
counted in a scintillation counter. As shown in Figure 18, the Blue Dextran surface-coated samples had a great- 
er ability to selectively adsorb albumin despite the presence of fibrinogen. The reversibility of albumin adsorbed 
to Blue Dextran surface-coated material was tested next 
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EXAMPLE 19 

The Reversible Binding of Albumin to Surface-Coated Material 



The reversible binding of albumin was determined by studying its elutability with a 1% SOS wash. Protein 
that remains adherent to a surface following a SDS wash is considered denatured and irreversibly bound (see 
Rapoza et al J. Biomedical Materials Research 24: 1263-1287 (1990)). 

Therefore, samples were incubated for five hours in i25|-albumin then removed and washed in a 1% SDS 
25 solution for one hour. As Figure 19 shows, approximately 95% of the albumin initially adsorbed to Blue Dextran 
grafted surfaces was removed during the SDS wash. These results indicate adsorbed albumin does not de- 
nature and is reversibly bound on the Blue Dextran surface-coated samples. The binding site of albumin on 
Blue Dextran surface-coated samples was tested next 

30 EXAMPLE 20 

The Binding Site of Albumin on Surface-Coated Material 

The binding site of albumin to Blue Dextran surface-coated Pellethane 55D was investigated by using sol- 
35 . phase Blue Dextran to competitively block albumin binding to the Blue Dextran grafted to the surface of the 
polyurethane. Blue Dextran surface-coaled and uncoated Pellethane 55D samples were rinsed In PBS for 15 
minutes each prior to incubation in <25|.albumin (0.08 mg/ml) for 15 minutes. The samples were then washed 
in either PBS or PBS containing soluble Blue Dextran and counted in a scinUllation counter. Results are given 
in Figure 20. As can be seen in Figure 20. the inclusion of Blue Dextran in the wash buffer selectively removed 
40 approximately 95% of the albumin adherent to surface-coated material. Therefore, albumin bound to surface- 
coated material is associated with the Blue Dextran on the surface. 

EXAMPLE 21 

45 Blood Loop Assay of Blue Dextran Surface-Coated Material 

Pellethane 55D (2 mm in diameter and 30 cm in length) was surface-coated with Blue Dextran. A veni- 
puncture was performed on a human subject without anticoagulant into a plastic syringe. One-mUliliter aliquots 
of whole blood were then delivered immediately into a 12 x 75 mm glass test tube, an uncoated Pellethane 

50 550 tubing sample. One end of each polyurethane tube was looped around and connected to the other end 
via a silicone connector. A stopwatch was started as soon as the blood entered the samples. The polyurethane 
tubes were then rotated at 9 rev/min untH the blood clotted. The glass test tube was gently tilted every 30 sec- 
onds until a clot was seen; the stopwatch was stopped at these points and the time was recorded. The rate at 
which 1 ml of fresh whole blood clotted in the polyurethane tubes was compared to the rate of clotting in the 

55 glass tube. Results are shown in Table 11. 
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TABLE 11 



Whole blood clotting times of a glass test tube, uncoated Pellethane 55D 
tubing and Blue Dextran surface-coated Pellethane 55D tubing. 


SAMPLE 


CLOTTING TIME 


Glass 


5 mins 32 sees 


Uncoated Pellethane 55D 


9 mins 43 sees 


Blues Dextran surface-coated Pellethane 55D 


>16 hours 



The results in Table 11 indicate that both Blue Dextran surface-coated and uncoated tubing surfaces had 
an inhibitory effect on whole blood coagulation. However, the tubing that contained Blue Dextran had a large 
15 enough effect as to prevent complete clotting during the 16 hours it was allowed to rotate. Therefore, Blue Dex- 
tran surface-coating evidently decreases the thrombogenicity of Pellethane 550. 



EXAMPLE 22 

20 Following the dotting study, sodiunn dodecyl suifate-polyacryl amide gel electrophoresis (SOS-PAGE) was 

performed on the polyurethane tubes to determine if there was an albumin coating on the surface of Blue Dex- 
tran surface-coated material. Both polyurethane surfaces were vigorously rinsed in PBS. The tubes were then 
cut into two pieces. One piece of each tube was placed in SDS-PAGE buffer solution and incubated overnight 
to remove the adherent protein. The buffer solution consisted of 62.5 mM Tris-HCI. 5% p-Mercaptoethanol, 

25 10% glycerol and 2,3% SDS in Dl water. SDS-PAGE wasthen performed on 100 jxl of buffer solution containing 
the eluted proteins, following electrophoresis, the gel was stained with Coomassie Brilliant Blue, and the iden- 
tity of the eluted proteins was determined by reference to molecular weight standards included on the gel. The 
results of this experiment indicate that the major protein adsorbed to Blue Dextran surface-coated material is 
albumin. By contrast, uncoated material had much less adsorbed albumin and proportionately more non-albu- 

30 min proteins. 



EXAMPLE 23 

The other piece of each of the polyurethane tubings was placed in 2.5% glutaraldehyde solution overnight. 
35 Scanning electron microscopy was then used to examine the surface of each of the tubings. The SEM photo- 
graphs demonstrated a lot of thrombus on the surface of the uncoated material. In contrast, there was no 
thrombus formation on the Blue Dextran coated surface. In fact, there was no apparen-: cellular adhesion of 
any kind. Therefore, the Blue Dextran surface coating technique decreased the thrombogenicity of the poly- 
urethane surface. Next, the Blue Dextran surface coating was tested to see If it had any neparin-like activity. 

40 

EXAMPLE 24 



ATIII Activity of Blue Dextran Surface-Coated Material 

<5 Clotting may be retarded on Blue Dextran surface-coated materials by the activation of ATIII by the three 

sulfonic acid groups per molecule of dye. This interaction may cause a heparin-fike acUvgtion of ATIII. 

Therefore, the surface-mediated activation of ATIII by coated samples was assessec. Samples were first 
rinsed in PBS for 15 minutes prior to ATIH exposure. Following.rinsing, the samples were ex:>osed for 15 minutes 
to an excess of purified ATIII (50 lU/ml). Non-adsorbed ATIII is removed by rapid rinsing ir. tris-buffered saline, 

50 pH 7.4 at 25"C {100 mM NaCI and 50 mM tris). The amount of surface bound and activa ed ATIII is then esti- 
mated by incubating the samples with an excess of thrombin. After a 10 minute incubation with constant mixing 
at 25°C. the residual thrombin was measured by reaction with a chromogenic subsfate (H-O-phenylalanyl-L- 
pipecoly-L-arginine-p-nitroanilide dichloride) in a spectrophotometer. The change in absoroance at 405 nm was 
then measured- The results are given in Figure 21. As the results demonstrate Blue De ccran surface coating 

55 appears to have some heparin-like effect. This heparin-iike effect is presumably due to t " 9 Cibacron Blue dye 
in the Blue Dextran coating. 
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EXAMPLE 25 

Bacterial Adherence to Blue Dextran Surface-Coated Material 

5 The adherence of pathogenic bacteria to Blue Dextran surface coated and uncoated Pellethane 550 was 

investigated to determine the effectiveness of the Blue Dextran surface coating technique in preventing bac- 
terial adherence. Staphylococcus epidermidis were chosen for the bacterial adhesion study since they are the 
most frequent cause of medical device associated infections. 

Staph, epidermidis were grown overnight in Brain Heart Infusion. The bacteria were concentrated centri- 

10 fiigaiiy and washed three times in isotonic saline solufion. Bacteria were resuspended to 7 x 10« cfu/m! and 
samples of Blue Dextran surface-coated and uncoated Pellethane 55D were either immersed in the suspen- 
sion with gentle mixing for two hours at 25*»C or pre-incubated in an albumin solution for 15 minutes followed 
by the two hour incubation in the bacterial soluUon. After incubation the samples were rinsed in sterile isotonic 
saline solution and then placed in 5 ml of sterile saline. The samples were then sonicated at 20 watts for one 

15 minute. After sonication 50 \i\ of solution, now containing displaced bacteria, were plated, incubated and count- 
ed. The results are given in Figure 22. 

The samples were stained and examined under a light microscope after sonication. There appeared to be 
no adherent bacteria left on the samples upon exantination under the light microscope, indicating the sonica- 
tion had knocked off the adherent bacteria. 

20 As the results in Figure 22 indicate Blue Dextran surface coated material adhered approximately 50% fewer 

bacteria than did the uncoated material with no albumin present This decrease is presumably due to the hy- 
drophilic surface of the coated material. In the presence of albumin however, the Blue Dextran surface-coated 
material was able to decrease the bacterial adherence by almost 100%. 

25 Summary of Blue Dextran Surface-Coating Technique 

The Blue Dextran surface coating technique consists of the graft copolymerization of APMA/AAm to the 
polyurethane surface using CelV ion. Dextran is then covalently attached to this hydrophilic coating through 
a Shiff base reaction. Cibacron Blue dye is then covalently attached to the bound dextran forming the Blue 

30 Dextran surface-coated polyurethane. 

The binding of albumin to surface-coated material was shown to be approximately 95% specific and occurs 
even in the presence of fibrinogen. Second, it appears that the albumin which adsorbs to uncoated material 
has denatured and cannot be competitively displaced. In contract, 95% of the albumin bound to surface-coated 
material is readily displaced by a 1% SDS solution. Third, the binding of albumin to 95% of the surface-coated 

35 material's surface Is evidently mediated primarily through site-specific binding of the protein to the Blue Dex- 
tran. This is supported by the observation that added (free) blue dextran will competitively release approxi- 
mately 95% of the albumin pre-adsorbed to surface coated material. 

The binding of albumin to Blue Dextran surface-coated material was shown to inhibit the surface activation 
of dotting, as measured by the whole blood clotting time, decrease the adherence of blood platelets and prevent 

40 the formation of fibrin on the surface. The Blue Dextran surface coating technique also was shown to adhere 
significantly fewer bacteria. 

Thrombosis and infection are probably the two greatest hindrances to the utilization of artificial implantable 
medical devices. The materials of these devices tend to cause the formation of thrombi and serve as a focus 
for infection of the body by a number of bacterial species. Device-associated infections are promoted by the 

45 tendency of these organisms to adhere and colonize the surface of the device. Thrombus formation can be 
promoted by the adsorption of large amounts of cell adhesion proteins, i.e, fibrinogen, to the device surface. 
This adsorbed adhesive protein then interacts with the platelet membrane GPUB-llla receptors and possibly 
GPIb receptors leading to platelet deposition and activation. The deposition and activation of platelets causes 
platelet aggregation and finally thrombus formation. To prevent thrombus formation and infection from occur- 

50 ring it was determined that an implantable material should posses an "active" surface which selectively and 
reversibly binds without denaturing albumin with high affinity. Therefore, a modification technique for increas- 
ing the albumin-binding ability of an implantable polyurethane was created. 

The technique creates a biomaterial surface comprised of a high affinity albumin-binding dye to which al- 
bumin selectively and reversibly binds forming a renewable endogenous albumin coating on the surface when 

55 the material is in contact with a physiological fluid containing albumin. The formation of this albumin coating 
was demonstrated to diminish the tendency of the material to promote thrombosis on the material surface by 
preventing the cell adhesion proteins and the pro-coagulation proteins from adsorbing to the material surface. 
The coating also was demonstrated to diminish the tendency of the material to promote bacterial infection by 
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decreasing the adherence and colonization of pathogenic bacteria to the ntateriai surface. 

The modification technique provides a method of which approximately 95% of the materiars surface se- 
lectively and reversibly binds albumin. 

5 HEPARIN COATING 

Grafting can be engineered stoichiometrically to produce surfaces containing the desired amount of hy- 
drophilicity and the desired amount of bioagent couplers. HydrophHic spacer monomers (neutral, anionic and 
cationic) can be selected to produce appropriately charged hydrophOic spacers. Bioagent coupling monomers 

10 can be selected based on pendant functional groups i.e.. -OH, -NH2, -CHO. -COOH, -NCO. needed or wanted 
from acrylic type monomers and Is demonstrated in Fig. 23. 

Graft copolymerization onto poly(ether urethane) with CelV ion is the preferred medium. The monomers 
chosen to work with are acrylamide (AAm). acrylic add (AA), 2-acrylamido-2-methylpropane sulfonic acid 
(AMPS). 2-hydroxyethyl methacrylate (HEMA) and N-{3-aminopropyl) met hacryl amide hydrochloride (APMA). 

15 These monomers were chosen based partly on their reactivity and water solubility characteristics. AAm, AA 
and AMPS monomers have been used as the biocompatible hydrophilic spacer monomers. HEMA and APMA 
monomers have been used as the bioagent coupling monomers. AAm has been used extensively as an affinity 
chromatographic matrix. AAm is a neutral hydrophilic monomer; therefore, polymers of AAm have shown little 
protein association. AMPS and AA are anionic hydrophilic monomers. Polymers of AMPS and copolymers of 

20 AMPS and AA have been shown to have a heparin-ltke activity. HEMA is a hydroxyl containing monomer and 
APMA is an amino containing monomer. 

Grafting can be engineered stoichiometrically to produce surfaces containing the desired amount of hy- 
drophilicily and the desired amount of couplers. Hydrophilic spacer monomers (neutral, anionic and cationic) 
can be selected to produce appropriately charged hydrophilic spacers. Coupling monomers can be selected 

25 based on pendant functional groups i.e., -OH, -NH2. -CHO, - NCO needed or wanted for immobilizing heparin. 

Either the AAm or AMPS monomer is used as the hydrophilic spacer monomer. The APMA monomer Is 
used as the coupling monomer. AAm has been used extensively as an affinity chromatographic matrix, AAm 
is a neutral hydrophilic monomer, therefore, polymers of AAm have shown little protein association. APMA is 
an amino containing monomer, thus allowing the attachment of heparin. 

30 Heparin is covalentiy attached to the amino groups on the APMA through a stabilized Schiff base reaction 

(reductive amination). The heparin is oxidized using either sodium periodate or nitrous acid. Both oxidation 
techniques form reactive aldehyde groups. These aldehyde groups react with the primary amines on APMA 
forming imines. The imines are stabilized using sodium cyanoborohydride. 

The following Example 26 demonstrates a technique for heparinizing a polyurethane surface. Currently. 

35 the technique yields polyurethane surfaces having approximately 5 times the heparin activity of Carmeda® 
coated polyurethane surfaces. Chandler loops prepared with the heparinized surface described have demon- 
strated that the coating prevented blood coagulation during a 2 hour study. 
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EXAMPLE 26 



The heparin surface coating technique begins with the graft copolymerization of acrylamide (AAm) and 
N-(3-aminopropyl)methacrylamide (APMA) monomers onto a clean polyurethane surface with CelV ion. The 
CelV ion creates a free radical on the polyurethane surface which initiates the graft copolymerization of the 
acrylamides {Fig. 9a and 9b). The amount of surface amination (the graft copolymerization of APMA and AAm) 
45 that takes place on the polyurethane surface can be measured via staining the surface with ponceau S dye. 
a negatively charged dye molecule. This dye lonically associates with primary amines on the aminated sur- 
faced. After staining, the dye is released from the surface using SDS and quantified speclrophotometrically 
at 520 nm. 

This aminated surface is then used for coupling heparin. The attachment of heparin consists of first oxid- 
50 izing it with sodium m-periodate (NalO^) thus forming aldehyde groups (Fig. 10), These aldehyde groups are 
then covalentiy attached to primary amino groups in the grafted APMA/ AAm through reductive amination 
(Schiff base reaction) (Fig. 11). Sodium cyanoborohydride (NaCNBHs) is used to stabilize the imine linkages 
(Fig. 12). 

The amount of heparin attached can be measured via staining the surface with toluidine blue dye. a pos- 
55 itively charged dyethat ionically associates with the negatively charged heparin. Toluidine blue is also released 
from the surface using SDS and is quantified spectrophotometrically at 640 nm. The heparih-activity of the 
surface is measured using a thrombin-ATIll activation assay. The assay begins by ex{>osing heparin-deriva- 
tized samples to an excess of ATlll. Non-adsorbed ATlll is then removed by rapid rinsing in tris-buffered saline. 

23 



EP0 596 615A1 



The amount of surface bound and activated ATlll is then estimated by incubating the samples with an excess 
of thrombin. After incubation, the residual thrombin is measured by reaction with a chromogenic substrate in 
a spectrophotometer. The change in absorbance at 405 nm is measured. See Figure 24 for the results. 

5 EXAMPLE 27 

The Clbacron Blue dye surface-derivatization technique begins with the graft polymerization of AMPS and 
HEMA monomers onto a polyurethane surface with CelV ion. The CelV ion creates a free radiad on the poly, 
urethane surface which initiates the graft copolymerization of the monomers. The HEMA monomer contains 
10 a hydroxyl group that is then used for coupling Cibacron Blue dye, 

Polyurethane surfaces containing covalently coupled Cibacron Blue dye were prepared by first placing the 
polyurethane samples into the following degassed grafting solution for 2 hours at ambient temperature. 
40 g 2.acrylamido-2-methylpropane sulfonic acid (AMPS) 
10 9 2-hydroxyethyl methacrylate (HEMA) 
IS 1.1 g eerie ammonium nitrate 

1-3 g nitric acid 
70 ml Dl water 

Following grafting, the samples were rinsed thoroughly in Dl water. The AMPS/HEMA grafted samples 
were then placed into a Cibacron Blue dye solution consisting of 1.0 g Cibacron Blue dye. 4.0 g NaCl, 12.0 g 
20 NaHCOs in 200 ml Dl water overnight The dyed samples were then thoroughly rinsed in Dl water. 



Claims 

25 1. An article for use in contact with blood or blood products, said article having at least one exposed surface 
provided by a polymeric substrate with grafted thereto a graft polymer deriving from a hydrophilic vinyl 
monomer and with coupled to said graft polymer a bioactive agent, said graft polymer where non-ionically 
coupled to a said bioactive agent being a polymer or copolymer of a vinyl monomer selected from acrylic 
acid (AA). acrylamide (AAm). N-(3-aminopropyl)methacryiamide (APMA). 2-acrylamido-2-methyipropa- 

30 nesulfonic acid (AMPS) and salts thereof. 

2. An article as claimed in claim 1 wherein saidgraft polymer is a hydrophHic polymer having pendant ionized 
or ionizable groups. 

3. An artide as daimed in either one of daims 1 and 2 wherein said graft polymer is a polymer or copolymer 
of a vinyl monomer selected from acrylic add (AA). acrylamide (AAm). N-(3-aminopropyl)methacrylamide 
(APMA), 2-acfylamido-2-m6thylpropanesulfonic acid (AMPS) and salts thereof. 

4. An artide as daimed in claim 3 wherein said graft polymer is selected from AMPS polymere, APMA poly- 
mers, AMPS/hydroxyethylmethacrylate (HEMA) copolymers and APMA/AAm copolymers, 

40 

5. An article as claimed in any one of daims 1 to 4 wherein said bioactive agent is ionically coupled to said 
graft polymer. 

6. An artide as daimed in any one of daims 1 to 5 wherein said bioactive agent is an antibiotic or antimicrobial 
^5 compound, 

7. An artide as daimed In claim 6 wherein said bioactive agent is.gentamydn or silver ion. 

8. An artide as daimed in any one of daims 1 to 5 wherein said bioactive agent is basic fibroblast growth 
50 factor. 

9. An artide as daimed in any one of daims 1 to 4 wherein said bioactive agent is covalently coupled to said 
graft polymer. 

10. An article as claimed in any one of daims 1 to 5 and 9 wherein said bioactive agent is an albumin binding 
dye. 

11. An artide as daimed in daim 10 wherein said dye is selected from dbacron blue and blue dextran. 
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12. An articJe as claimed In any one of claims 1 to 4 and 9 wherein said bioactive agent is heparin. 

1 3. An article as claimed in daim 1 wherein said graft polymer is an AMPS polymer and said bioactive agent 
is gentamycin. 

^ 14. An artide as daimed in daim 1 wherein said graft pdymer is an AMPS/HEMA or APMA/AAm copolymer 
and said bioactive agent is an albumin-binding dye coupled covalentiy thereto. 

15. An artide as daimed In daim 1 wherein said graft polymer is an APf^flA/AAm copolymer and said bioactive 
agent is heparin coupled covalentiy thereto. 

16. An artide as claimed in any one of daims 1 to 15 wherein said pdymeric substrate is a polyurethane. 

17. An artide as daimed in claim 16 wherein said polymeric substrate is a poiyetherurethane. 

IS 18. A process for the provision of an implantable artide with a bioactive surface, said process comprising: 
graft polymerizing on an exposed polymeric surface of said artide a hydrophilic vinyl monomer hav- 
ing pendant groups optionally carrying an ionic charge, 

if required chemically modifying the resultant graft polymer surface to provide an ionically charged 
or ionizable surface, and 
20 coupling to said graft polymer surface a bioadive agent 

19. A method of preventing interaction between an artide exposed to a body and a bioactive agent to be ad- 
ministered to the body wherein the agent has a (+) or (-) net ionic charge, which method comprises pro- 
viding exposed parts of the artide with a graft polymer surface which has a net ionic charge of the same 
25 polarity as that of said agent 
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o WHERE N IS THE NUMBER OF BIOCOMPATIBLE / BIOACTIVE UNITS 
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